S4                      GALVANIZED IRON.

that  one  corrugated   sheet is just   the   same   as
another, and that it is impossible for there  to  be
any  difficulty in  the  fixing together   of different
brands of galvanized corrugated iron.    A difference
of ~fath of an inch in the width of one corrugation
will make a difference of half an inch in the sheet,
and 50 sheets side by side would show a> difference
of 25 inches.    Any manufacturer, therefore, who in-
tends to have part of the Australian trade must
essentially pay specific attention to the corrugating,
so that his sheets will fit, without any doubt what-
ever, the corrugations of the " Orb " brand, manu-
factured by John Lysaght,  Ltd.,  or  the "Mars"
brand,, manufactured by George Adams and Sons,
Ltd., or the "GO" brand, manufactured  by  the
Gospel Oak Galvanized Iron Co.    These are now
the chief brands,  and the corrugations  of  these
sheets will be found to be alike.

ROLLING  FROM STEEL BARS,

Taking steel bars at ^3 17,9. 6d> per ton, de-
livered free to the manufacturer's works ; coal and
slack, oil, grease and water ; day labour to drive
two or three mills, as millwright, engineer, stokers,
coal-wheelers and labourers ; tonnage labour, stock-
takers, furnace-men, rollers, markers and shearers,
and night foreman ; contingencies ; depreciation of
rolls, breakages and repairs, I estimate the sheets